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(71) We, MoBAY Chemical Company, 
a corporate body organised under tibe laws 
of the State of Delaware, United States of 
America, of. Penn-Lincoln Parkway West, 
5 Pittsburg 4. Pennsylvania, United States of 
America, do hereby declare the invention, 
for which we pray that a patent may be 
granted to us, and the method by which it is 
to be perfoimed, to be particularly described 

10 in and by the following statement: 

This invention relates to organic isocyanu- 
rates and to an improved method for the 
production of organic isocyanates having 
an improved stability. 

.15 Previously it has been proposed to trimer- 
ize organic isocyanates, particularly aromatic 
polyisocyanates in the presence of aliphatic 
isocyanates, with catalytic amounts of ali- 
phatic, araliphatic or mixed aliphatic-aro- 

20 matic phosphincs. By the use of such a 
method it has been possible to prepare iso- 
cyanurate trimers containing free isocyanate 
groups, preferably containing both free aro- 
matic and ali|)hatic NCO groups, which tri- 

25 mers are particularly adaptable for the pro- 
duction of relatively light-stable adhesives, 
lacquers, elastomers and foams. The pro- 
posed process has not, however, been en- 
tirely successful since the production of a 

30 desirable product depends on termmating 
the trimerization reaction accurately and 
quickly at a predetermined point Li the pre- 
viously known process, the termination of 
the trimerization reaction has been accom- 

35 plished by the addition of a neutralizer to 
the reaction mixture which serves -to destroy 
the catalytic activity of the catalyst. For this 
purpose, for example, anhydrous hydrogen 
chloride, benzoyl chloride, acetyl chloride, 

40 dimethyl sulfate, methyl-p-toluene sulfonate 
and a mixture of dimethyl sulfate and 
mcthyl-|^■tolue^e sulfonate have been pro- 
posed. The action of these neutralizers is, 
however, not immediate so that an after- 

45 heating step is generally necessary to com- 
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plete the deactivation of the catalyst, with 
the result that the polymerization reaction 
is not immediately terminated nor is the ze- 
action terminated at the most desirable 
stage, since the reaction continues for a 
period of time. Also, when sudi isocyanur- 
ates are prepared using the previously sug* 
gested catalyst terminators, the isocyanur* 
ate products have tended to deteriorate on 
storage, and in this results in, for example, 
undesirable increases in viscosity, and 
colouration. 

It is, therefore, an object of this invention 
to provide an improved method for the pre** 
paration of polymeric isocyanate composi- 
tions containing one or more isocyanurate 
nuclei which reduces or avoids the previ- 
ously mentioned disadvantages and prob- 
lems Another object of this invention is to 
provide a process for the production of poly- 65 
mcric organic isocyanates of the isocyanur- 
ate type by a method in which the polymeriz- 
ation reaction may be substantially immedi- 
ately terminated upon Uie addition of a 
neutralizer to destroy the catalytic activity 70 
of the polymerization catalyst. Further ob- 
jects of this invention are to provide a method 
for the production of polymeric organic iso- 
cyanates without the necessity for an after- 
heating step after the addition of a catalyst 75 
deactivator; to provide an improved method " 
for the production of polymeric organic iso- 
cyanates having improved storage stability 
characteristics; to provide an improved 
method for Uie production of polymeric 80 
organic isocyanates having improved colour 
characteristics; and to provide improved 
polymeric organic isocynates prepared in ac- 
cordance with this invention. 

The invention accordingly provides a pro- 85 
cess for the preparation of polymeric isocy- 
anate compositions containuig one or more 
isocyanurate nuclei which compjrises the pol- 
ymerisation of organic isocyanates in the pre- 
. sence of a phosphme catalyst in which pro* 
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cess the polymerisation is stopped by the 
addition of sulphur In a particularly pre- 
ferred embodiment of this invcnlion poly- 
meric organic isocyanates are prepared by a 
5 process m which aromatic polyisocyanatcs 
are trimcrized with aUphalic. cydoahphaUc 
or araliphatic isocyanates, in such propor- 
tion that there 'are at least 0.25 a^iP^aUc- 
NCX) groups present per aromatic-NCO 

10 group, in the presence of an organic phos- 
phine catalyst and the polymtrisatioa re- 
action is terminated by the addition of ele-. 
mental sulfur. The amount of sulfur em- 
ployed in the process to terminate the poly- 

15 merization is a catalyst inhibiting amount, 
and generally is from an equimolar amount 
to a 300% molar excess of sulfur based on 
the weight of catalyst used b the poly- 
merization. , , . 

20 Suitable organic isocyanates which may 
be used as starting materials for the pro- 
cess of this invention include, for example, 
aliphatic, cycloaliphatic or aromatic isocy- 
anates or any derivaUve thereof provided 

55 any such derivative contains no substituent 
which interferes with the icacaon, such as 

those of the formula ^ 

R(NCO)x 

in which R is an optionally substituted all- 
phatic, cycloaliphatic or aromatic hydrocar- 
bon radical and x is an integer of at least 
1 generally from 1 to 4. and most prefer- 
ably from 1 to 3. As examples of suitable 
aromatic isocyanates there may be men- 

35 tioncd 2,4- and 2,6-toluylcnc dusocyanate 
and mixtures thereof, especially a mixture 
of 80% 2.4- and 20% 2,6-toluyiene dii«)- 
cyanate, Z4'- and 4.4'- diisocyanato di- 
phenylmethanc. as well as m and p-phenyl- 

40 ene diisocyanate. 4-terL butyl-WT-phenylenc 
diisocyanate, l-methoxy-phcnylcne.2,4-di. 
isocyanate, cumene 2.4-diisocyaiiatc, di- 
phenyl-4,4'-diisocyanate. diphcnylether-4,4- 
diisocyanate, 22-diphenylpropane-4,4 -duso- 

45 cyanate, naphthalene-l,5-diisocyanale. naph- 
thylenc 1.4-diisocyanate, tetrahydronapli- 
thalene-1.5-diisocyauatc, naphthalene-2,6-di- 
isocyanate, 3,3'^imethyldiphenyl.4,4 -diiso- 
cyante, 3,3'-dimethoxydiphenyM,4 -duso- 

50 cyanate, 3.3^diphenyM,4^bjplK5nyI«^ 
cyanate. 2,2'-dimethyldiphenylmethane-4.4- 
diisocyanate, 3.3'-dichloro-4.4'.biphcnyleiic 
diisocyanate. 2.5a'^MelramethyIdiphenyl. 
raethane-4.4'-diisocyanate. 2,4.4 -trasocyan- 

.55 .aio diphenylcther. 2.4,6-triisocyanato tolu- 
ene 44'.4''-triisocyanato-triphenylmethane, 
naphthaleGe-1.3.7 • triisocyanatc diphenyl- 
methane-2,4,6-triisocyanate. 4,4'-dimethyldi- 
phcnylmethane-2^'-5»5'.teuaisocyanate and 

60 tris - (p-isocyanatophenyl) - thiophosphonc 
acid ester. The aromatic polyisocyanatcs will 
cenerally contain up to 20 carbon atoms. 

Any suitable aliphaUc. cycloaliphatic or 
araliphatic polyisocyanate may also be used 

65 as a starting material in the process of this 



invention, such as for example, methylene 
diisocyanate, thylene diisocyanate, 1,4-tctra- 
methylcne diisocyanate, 1,6-hcxamethylenc 
diisocyanate, 1 ,5-diisocyanato-2,2-diracthyl- 
pcntane, l,6-diisocyanato-3-methoxybexanc, 70 
decamethylenc diisocyanate, 1,3-xylyIcne di- 
isocyanate, 1.4-xylyIcnc diisocyanate and 
their homologues substituted in The aro- 
matic nucleus, cyclopentykne 1,3-diisocyan- 
ate, cydohexylene 1,3-diisocyanate. 1- 75 
methyl • 2,4-diisocyanalo - cyclohexane, 1- 
mclhyl-2,6-diisocyaDato cyclohexane, 4,4'- 
dicycloraethane diisocyanate, 1,3.5-triisocy- 
anato cyclohexane, I-isocyanato-3-isocyan- 
atomethyl-3,5,5-trimethylcydohexane, 2,2^4- oO 
trimethyl 1 -e-diisocyanato hexane. 1 ,4-b;s- 
(3-isocyanatopropoxy)- butane, and 1.4-bis- 
isocyanatoethyl) cyclohexane. Those ali- 
phatic, cycloaliphatic and araliphatic isocy- 
anates containing from 1 to 20 carbon atoms, 85 
preferably 2 to 10 carbon atoms, arc pre- 
ferred. 

Also it is possible to employ suitable 
monoisocyanatcs such as, for example, 
phenyl isocyanate, benzyl isocyanate. /stolyl ^ 
isocyanate, 1-naphthyl isocyanate, /^propyl 
benzyl isocyanate, otolyl isocyanate, p-nitro- 
phenyl isocyanate, p-phenylmethylcne phenyl 
isocyanate. p-methoxy phenylisocyanate, a- 
chloropbenyl isocyanate, />-chIorophenyl iso- ^5 
cyanate, methyl isocyanate, propyl isocyan- 
ate, butyl isocyanate, hexyl isocyanate, hep. 
tyl isocyanate, decyl isocyanate, octadccyl 
isocyanate. naphthyl isocyanate, anthryl iso- 
cyanate, phenanthryl isocyanate, trichloro* *00 
methyl isocyanate, 3-chIoropropyl isocyan- 
ate, 2-ethoxy ethyl isocyanate, and 4-methyl 
cydohexyl isocyanate. 

The preferred polyisocyanate composi- 
tions are prepared according to the process 105 
of this invention by the use of 2.4-diisocyan- 
ato toluene of mixtures of 2,4-diisocyanato 
toluene with 2,6*dtisocyanato toluene or 1,6* 
hexamethylcnc diisocyanate as starting 
materials or when an aromatic isocyanate 110 
is polymerized with an aliphatic, cycloali- 
phatic or araliphatic isocyanate in such 
amounts that at least 025 aliphatic-NCO 
groups, preferably more than one -NCO 
group and 'most preferably up to 10 aliphatic 1 15 
-NCO groups per aromatic -NCO group are 
present in the trimerization reaction mixture. 

Any suitable phosphine trimerization cata^ 
lyst may be employed m tne process 01 this 
invention such as, for example, aliphatic, 120 
araliphatic and mixed aliphaUc-aromatic 
phosphines. Suitable examples are trialkyl 
phosphines such as trimethyl phosphinc, tri- 
ethyl phosphine tri-/^p^opyl phosphinc, tri- 
isopropyl phosphine, ethyl dibutyl phos- 125 
phine, tri-/^butyl phosphine. triisobutyl 
phosphine. tri-/^.-butyl phosphine, ethyl di- 
methyl phosphine, methyl diethyl phosphine, 
propyl dimethyl phosphine, hexyl dimethyl 
phosphine. diethyl propyl phosphine, ethyl- 130 
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di-re/(.-butyl phosphine, and diethyl butyl 
phosphine; araliphatic phosphines such as 
for example tri-beozyl phosphiae; and mixed 
aliphatic-aromatic phosphines such, as di* 
methyl benzyl phosplune; and dimethyl 
phenyl phosphine. It is also possible to have 
two all^l groups finkegiogetfacr tq ^a^ m? 
=l Tng as an "fa rgs e ol j'-buQ^l-pliosj^a^cI^ 
r^taneT" ' ' 

The quantity of catalyst used may vary 
over a wide range. Any catalytic amount, 
that is, any amount sufficient to catalyze the 
reaction, may be used. Generally, the amount 
of catalyst employed will range frbm 0.001% 
to 10.0%, preferably from 0.001% to 1.0% 
and most preferably from 0.01% to 0.1% 
by weight of the reactants. 

The process of this invention can be car- 
ried out in the presence or absence of sol* 
vents. When solvents are used in carrymg out 
the reaction, the amount of catalyst should 
be increased. Any suitable inert organic sol- 
vent may be employed such as» for example, 
dioxane, esters such as methyl acetate, ethyl 
acetate, butyl acetate, methyl glycol acetate, 
and ethyl glycol acetate, ketones such as 
acetone, methyl ethyl ketone, diethyl ketone, 
and cyclohexanone, and benzene liydrocar- 
bons and chlorinated hydrocarbons such as 
chlorobenzene and chloroform and other 
suitable aliphatic and aromatic hydrocar* 
bons. 

The trimerization reaction can be con- 
ducted at any suitable reaction temperature 
but generally occurs at a temperature of 
100' C. or less, generally from —20'' C, to 
100° C, preferably from 20° C. to 60° C, 
most preferably at 60° C or less. Unusually 
higher temperatures are generally to be 
avoided to avoid formation of carbodiimides 
which takes place at these higher tempera- 
tures and also to obtain, as far as possible, 
colourless or only slightly coloured products. 
The reaction may likewise be conducted at 
any suitable pressure such as, for example, 
at atmospheric or superatmospheric press- 
ure but preferably at atmospheric pressure. 

Unreacted monomers, catalysts, and cata- 
lyst inhibiton can be removed, after the re- 
action has been stopped, by any suitable 
separation means, such as, for example, by 
high vacuum distillation in suitable evapor- 
ators, and by extraction with suitable select- 
ive solvents in whidi only monomers but 
not the trimers are soluble. 

The polyisocyanatc compositions prepared 
according to the process of this invention 
contain one or more isocyanurate nudei and 
find particular utility as adhesives and hard- 
ening agents for resins. They are further use- 
ful in the fabrication of polyester and poly- 
ether lacquers and for the production of 
elastomers and foamed products. The iso- 
cyanurates are preferably used in the form 




of 50%-70% solid solutions in suitable inert 65 
organic solvents such as esters, ketones, 
hydrocarbons, and chlorinated hydrocarbons 
sudi as, for example, ethyl acetate^ butyl 
acetate, e^l glycol ether acetate, acetone 
methyl ethyl ketone, cyclohexanone, xyloie, 70 
dichloromethane, and chloxobenzene. 

The mvention is illustrated by the iol* 
lowing examples in which all parts and per- 
centages are by weight unless otherwise 
spediied. 75 

EXAMPLE I 
(lA) In a suitable reactor 1300 parts of an 
80/20 mixture of 2,4-toluylene diisocyanate 
and 2,6-toluyIene dHsocyanate are heated at 
60"* C. with 2600 parts of hexameChylene di- 80 
isocyanate followed by the addition of 0.78 
part of txi-n-butyl phosphine. The reaction 
mixture must be sUgjiitly a)oled to maintain 
Che temperature at 60 **C. After 4JS hours, 
when the reac^on has readied m NCO 85 
value of about 36%« the reaction is stopped 
by the addition of 1.56 part of a mixture of 
dimethyl sulphate and methyl-/^toluene sul- 
phonate folJowed by heating for a short 
period at 100** C. Durmg this period the 90 
polymerization reaction continues for a 
period of time .after the mixed neutralizer 
is added as shown by a drift in the NCX^- 
value. The imreacted monomeric mixture is 
distilled off by slowly passing the reaction 95 
mixture through a thin kyer evaporator at a 
vacuum of 1 nam Hg. at a temperature of 
the heating medium of from 175° C. to 180° 
C 

2065 parts of a brittle pale yellow resin 100 
having an NCO value of 19.8% are obtained. 
IB In a suitable reactor 1300 parts of an 
80/20 mixture of 2,4-toluylene diisocyanate 
and 2,6-toluylcne diisocyanate are heated at 
60° C with 2600 parts of hexamethylene di- 105 
isocyanate followed by the addition of 0.78 
part of tri-nj-butyl phosphine. The reaction 
mixture must be cooled slightly to maintain 
in the temperature at 60° C. After 4.5 hours 
when the reaction has reached an NCO value 1 10 
of 36%, the reaction is stopped by the addi- 
tion of 0.2 part of sulfur. No heating is re- 
quired as the action of the sidfur is immedi- 
ate. No change of the NCO value is noted 
after addition of the sulfur. The unreacted 115 
monomeric mixture is distilled off by slowly 
passing the reaction mixture throu^ a thin 
layer evaporator at a vacuum of 1 mm Hg 
a temperature of the heating medium of 
from 175° C. to 180^ C 2121 parts of a 120 
brittle, very pale yellow resin having an 
NCO value of 20.0% are obtained. 

The solid resins from Examples lA and 
IB are dissolved in sufficient eUiyl acetate 
to produce a coating solution containing 125 
60% solids. The stability of the solutions to 
agemg is evaluated by measuring the c han« 
in viscosity with time. 
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Ageing of 60% Solutions 



Solution 


Original Properties 


Aged Properties 


Colour 


5 

No. 


% % Viscosity 
Solid NCO cps at 
25* C 


Viscosity 
Elapsed Storage cps at % 
Time Temp. IS^'C. inc. 


Gardner 
No. 


10 lA 
IB 


60 11.36 684 
60 11.75 413 


21 mo. ambient 2550 374 
21 mo. ambient 1170 283 


5 
3 



15 EXAMPLE? . , 

When a resin is prepared in the same 
manner as lA except that twice ibe amount 
of neutralizer. that is, 3.12 parts of methyl 
p-toluene sulphonatc and dimethyl sulphate. 

20 is employed and a 60% soluUon in ethyl 
acetate is prepared therefrom, the solution 
increases in viscosity from an initial vis- 
cosity at 25' C. of 574 cps to a viscosity of 
2260 cps at 25* C. after storage at ambj^t 

25 temperature for a period of 21 months. The 
solution also has a Gardner colour value of 
5 The increase in viscosity of the solution 
is 293% indicating that merely increasmg 
the amount of the previously known neutral- 

30 izcrs will not provide satisfactory results. 
It is thus apparent that neutralization wjth 
sulfur gives the lowest rate of increase m 
viscosity with time in addition to providing 
a product of improved colour cbaractens- 

35 tics, that is. the colour of the product is 2 
to 3 Gardner Units lighter. 
EXAMPLE 3 

336 g of hexamethykne diisocyanate arc 
mixed with 1.2 g of tri-/»-butylpbosphinc 

40 and stirred during 8 hours at from 50 to «J 
C The NCO-contcnt has then dropped from 
49.5% to from 35 to 36%, The reaction is 
Slopped by addition of 02 g of sulphiir. The 
low viscosity reaction product is distilled 

45 twice in a thin layer evaporator (0.3 moi 
He heating temperature from 160 to 170 
C?: There are obtained 161 g of dbtillate 
and 170 g of polymer having an NCO-con- 
tent of 21.1% and a content of frfe hww- 

50 methylene diisocyanate lower than 

IR- spectrum shows absorouon peaks at 
2 75 - 3.4 - 4.4 - 5.68 - 5.9 - 6.85 - 7.45 - 9.2 • 
n.6 • 1275 and 13.04 .u. The characteristic 
peak of carbodiimidcs at 4.6 /* cannot be 

55 observed. The molecular weight is from 500 
to 510. 

EXAMPLE 4 .AA.^a 
3 ff of tri-rt-butylphosphme arc added to a 
stirred solution of 500 g of 2,44oluylenc di- 

60 isocyanate in 500 g of butylacctate. The tem- 
perature rises to from 50 to 60* C. Stirnng 
is continued at this temperature dunng 30 
to 40 hours, after which period of time tne 
NCO-contcnt is from 9.0 to 9.5 ?i. The re- 

65 action is stopped by addition of 0.5 g ot 
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sulphur at from 50 to 60* C. SmaU quan- 70 
tities of non-reacted sulphur, which may be 
present, arc removed by filtration with a 
pressure filter after cooling the reaction mix- 
ture to room temperature. 

The products of the process can be used /J 
as adhesives. as hardeners for resins and for 
polyester- and polyether-lacquers, as one- 
component lacquers and for the production 
of casting resins, elastomers and foam plas- 
tics according to procedures known to those oO 
skilled in the art 

WHAT WE CLAIM IS: 

L A process for the preparation of poly- 
meric isocyanate compositions contoining 
one or more isocyanate nuclei which com- 
prises the polymerisation of organic isocy- 
anates in the presence of a phosphine cata- 
lyst in which process the polymerisation is 
stopped by the addition of sulphur. ^ 

2. A process as claimed in claim 1 m 90 
which organic isocyanatcs arc aromatic or 
aliphatic isocyanatcs or arc a mixture of 
aromatic isocyanatcs with aliphatic isocyan- 
atcs. 

3. A process as claimed in claim 1 or 95 
claim 2 in which aromatic polyisocyanates 
are trimerized with aliphatic, cydo aliphatic 

or araliphatic isocyanatcs in such a propor- 
tion that there are at least 0.25 aliphatic 
-NCO groups present per aromatic NCX) 100 
group. 

4. A process as claimed in claim 3 in 
which there are up to 10 aliphatic -NCO 
groups per aromatic-NCO group present. 

5. A process as claimed in any one of i05 
claims 1 to 4 in which the amount of sul- 
phur employed is a catalyst inhibiting 
amount. ^ . ^ . 

6. A process as claimed m claim 5 in 
which the amount of sulphur employed is 110 
from an equimolar amount to a 300% molar 
excess based on the weight of the catalyst 

7. A process as claimed in any one of 
claims 1 to 6 in which the organic isocyanate 

has the formula R(NCOX in which R is an 115 
optionally substituted aliphatic, cycloali- 
phatic, or aromatic hydrocarbon radical and 
x is an integer of at least 1. , . - - 

8. A process as claimed in claim 7 m 
which X is an integer of from 1 to 3. 
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9. A process as claimed in any one of 
claims 1 to 8 in which aliphatic, cycloali- 
phatic or araliphatic isocyanates are em* 
ployed which contain from 1 to 20 carbon 

5 atoms. 

10. A jprocess as claimed in claim 9 in 
which the isocyanates contain from 2 to 10 
carbon atoms. 

U. A process as claimed in any one of 
10 claims 1 to 10 in which the organic isocyan- 
ate is 2,4-diisocyanate toluene or a mixture 
of 2.4'dii50cyanato toluene with 2,6-dil5ocy- 
anato toluene. 

12. A process as claimed in any one of 
15 claims 1 to 10 in which the organic isocy- 

anate is 1,6-hexamethylene diisocyanate. 

13. A process as claimed in any one of 
claims 1 to 10 in which the organic iso* 
cyanate is 2.4-diisocyanato toluene or a mix- 

20 ture of 2.4-diisocyanato toluene with 2,6- di- 
isocyanato toluene in admixture with 1,6- 
hexamethylcne diisocyanate. 

14. A pxocess as claimed in any one of 
claims 1 to 13 in which the catalyst is an 

25 aliphatic, or an araliphatic or mixed ali- 
phatic-aromatic phosphinc. 

15. A process as claimed in claim 14 in 
which the amount of catalyst employed is 
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from 0.01% to 0.1% by weight of the react- 
ants. 

16. A process as claimed in any one of 
claims 1 to 15 in which the process is carried 
out in the presence of or in the absence of a 
solvent 

17. A process as claimed in any one of 35 
clauns 1 to 16 in which the reaction temper- 
ature is 100**C. or less. 

18. A process as claimed m claun 17 in 
which the reaction temperature is 60* C or 
less. 

19. A process for the preparation of 
polymeric isocyanate compositions contain- 
ing one or more isocyanurate nuclei sub- 
stantially as herein described with reference 
to any one of the Examples. 

20. Polymeric isocyanate compositions 
containing one or more isocyanurate nudei 
when prepared by a process as claimed in 
any one of claims 1 to 19. 

ELKINGTON AND FIFE 
Chartered Patent Agents, 

High Holborn House. 

52-54 High Holborn, 
London, W.CL 
Agents for the Applicants. 
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